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(54) Wiping sheet 

(57) An absorbent core 4 composed of a nonwoven 
fabric containing an absorbent fiber at 20 % by weight 
or more to 80 % by weight or less and a hydrophobic 
fiber at 20 % by weight or more to 80 % by weight or 
less is interposed between a top sheet 3 and a bottom 
sheet 5, both the sheets being composed of a nonwoven 
fabric containing an absorbent fiber, such as rayon, at 
30 % by weight or more to 70 % by weight or less and 



a hydrophobic fiber at 30 % by weight or more to 70 % 
by weight or less. Then, the top sheet 3, the absorbent 
core 4 and the bottom sheet 5 are bonded together on 
bonding lines 2. These individual layers are water reten- 
tive because of the absorbent fiber therein, and the re- 
sulting sheet has good slip properties because of the 
hydrophobic fiber contained therein. The absorbent 
core 4 works to enhance the bending resistance. 
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The present invention relates to a wiping sheet for home use; more specifically, the present invention relates to a 
disposable wiping sheet for both dry and wet uses and with an excellent surface having good effects on wiping off stain 
and with an overall high bending resistance. 

Disposable wiping sheets for home use may be used being attached to soiled wiping holders or held with hands 
but not being attached to any holder. 

Conventionally, these types of wiping sheets have been prepared by using a nonwoven fabric consisting of inter- 
laced hydrophobic synthetic fibers, or using one or two nonwoven fabrics with a relatively low basis weight which can 
be produced by thermally bonding between thermoplastic hydrophobic synthetic fibers. Particularly, so as to absorb 
water, these wiping sheets may contain an absorbent core of an absorbent fiber (water-retentive fiber) such as rayon 
or pulp; the absorbent core is interposed between exterior sheets composed of the nonwoven fabrics. 
The wiping sheets described above have the following problems. 

'5 1. The wiping sheet singly composed of a nonwoven fabric principally comprising a hydrophobic synthetic fiber 

has a low bending resistance. The wiping sheet with an absorbent core of rayon or pulp also has a low bending 
resistance in a dry state. When the wiping sheet absorbs water, particularly, the bending resistance is significantly 
decreased. Therefore, when the wiping sheet is of hand-held type, the wiping sheet is difficult to hold with hands 
and readily falls into shabby appearance during wiping work. When the wiping sheet is used being attached to a 

20 wiping holder, the sheet is readily wrinkled or gets shabby because of the low bending resistance. 

2. In the case of the wiping sheet with the absorbent core made of rayon or pulp interposed between the exterior 
sheets, when the wiping sheet is used in a wet state after being squeezed with hands, the wiping sheet can hardly 
restore its fully extended state because of the low bending resistance. Accordingly, it is laborious to extend the 
wiping sheet after squeezing. Also it is laborious to attach the squeezed wiping sheet to the wiping holder. 

25 3. In any wiping sheets of conventional examples, the basis weight of the whole wiping sheet is so low that the 

bulkiness is not sufficient enough. Thus, the wiping sheet gives unpleasant feeling to hands and is readily rolled 
during the wiping work. 

4. When using the wiping sheet with the absorbent core in a wet state, the water retentivity of the whole wiping 
sheet is low because the exterior sheets therein principally comprise a hydrophobic synthetic fiber and have a low 
basis weight. Additionally, the pressure loaded from wiping work oozes water contained in the absorbent core out 
of the exterior sheets, so that the wiping sheet cannot wipe off a large area in a wet state Furthermore because 
the exterior sheets are hydrophobic, an area to be wiped off cannot be immersed with water sufficiently even if the 
absorbent core contains water. Thus, the wiping effect may be deteriorated. 

5. In the case of the wiping sheet which is composed of a nonwoven fabric of a hydrophobic fiber, or the wiping 
sheet with the absorbent core interposed between the exterior sheets principally comprising a hydrophobic fiber, 
when the wiping sheet is used in a dry state for cleaning a kitchen area, for example, the wiping sheet cannot 
sufficiently wipe off spilled water because the surface of such wiping sheet is hydrophobic. 

In accordance with the present invention, the aforementioned problems of the prior art can be overcome It is an 
object of the present invention to provide a wiping sheet with a high bending resistance and strength in both the dry 
state and the wet state for wiping, which also has great water retentivity when moistened in water and is capable of 
readily wiping off wet stain and is capable of wiping off a large area in a wet state. 

So as to solve the problems, a wiping sheet comprises exterior sheets and an absorbent core interposed between 
said exterior sheets, wherein at least one of the exterior sheets is liquid permeable and the wiping sheet has a bending 
resistance of 70 mm or more in a dry state and a bending resistance of 60 mm or more in such a state that the wiping 
sheet contains water, whereby the weight of water is fourfold to the weight of the wiping sheet in the dry state as 
measured by the cantilever method according to JIS/L1 096 using a test piece of the wiping sheet with a width dimension 
of 25 mm 

More preferably, the wiping sheet with a width dimension of 25 mm has a bending resistance of 80 mm or more 
in a dry state and a bending resistance of 70 mm or more in such a state that the wiping sheet contains water whereby 
the weight of water is fourfold to the weight of the wiping sheet in a dry state 

The wiping sheet has higher bending resistances both in a dry state and in a wet state, and therefore the wiping 
sheet hardly gets shabby or hardly generates wrinkles during the wiping work being held with hands or attached to a 
wiping holder. Further, when the wiping sheet is rinsed in water and then squeezed, the wiping sheet can be readily 
« restored to its extended state, so that the wiping sheet can be extended with hands after rinsing; and the wipinq sheet 
can readily be attached to the wiping holder. 

Because at least one of the exterior sheets is liquid permeable, preferably water retentive, the sheet surface of 
the wiping sheet contains water while the wiping sheet is impregnated with water, so that the effect of wiping off stain 
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can be enhanced. Because the wiping sheet has excellent water retentivity as a whole and the exterior sheets are 

S TZ^tr!^ r6tentiVe ' ^ WiPln9 Sh6et ^ C,6an 9 area ln a w * « p evtt" 
the contained water form oozing out excessively over the sheet surface 

5 fiho ''Tone/'!: abS ° rbent °° re h9S 3 b8SiS W8ighl 0f 25 9/m2 or more to 60 S*" 2 °f 'ess. containing a hydrophobic 
s fiber at 20 % by weight or more to 80 % by weight or less and an absorbent fiber (water retentive fioer)TT% bv 

2 ,h°eT? ? % bV Wei9h ' ° f l6SS - M ° re Pre,erab,y ' the hydr °P hobic ,ibef is ■ thermoS hStobTc Lr 
while the absorbent core ,s a nonwoven fabric produced by thermal* bonding together the thermoplastic hydrophobic 

The absorbent core contains a hydrophobic fiber at 20 % by weight or more. PreferaWy, the absorbent core com 

berjor example, an air through bond nonwoven fabric produced by welding and melting the fiber togetht in It £ 
elevafed .Mh 9 ,he h n0 ™° Ven ,abric is 25 or ™<°- - "ending resistance of the absorbent core cS b 
□™ , , w'P'ng sheet contains an absorbent fiber a. 20 % by weight or more, the resulting absorbent coTe can 
procure a water retentive function when the wiping sheet is moistened with water for wiping work 

" a „ 1 T .I 3 ' ISa o ° n9 °' the 6Xteri0r Shee,S haS a 63815 wei 9 ht of 25 & m2 ° r «™ «o 55 g/m* or less and contains 

Because the exterior sheets have water retentivity, the wiping sheet can readily absorb wet stain on the surface 

InfiS 7 * Sta,9 h ? en Sheel " impre9na,ed Wi ' h W3,er P ri0r t0 use - tha sheet has better w*e! 
retenjve unction as a whole and the exterior sheets have higher water retentivity, so that the water contafned inthe 

25 aS oTnSJ »o 57 1' 9 ! 1 Can ^ f UC,Ured 98 ,0 " OWS; a ' ' eaSt ° ne ° f the exterior sh6e,s has a basis weight of 
25 g/m* or more to 55 g/m* or less, which ,s composed of a surface layer and a back layer, wherein the surface lave 
contains ar -absorbent fiber a, 0 % by weigh, or more to 70 % by weigh, or less and aJai.SSSS 
% by weight or more to 100 % by weight or less and wherein the surface layer and back layer toqetne contain an 
t^b^ 

fa lT,t' COnte u m °' ^ h y dr °P hobic fiber in ,ne s ^ce layer can be higher than the content in the back 

if r t "*""? Sh6et feadily C ° n,ain Wa1er ,herein ' P revent the "*« "™ oozing out over the shee 
surface. Furthermore, the slip properties of the shee! surface can be enhanced. 

The exterior sheets preferably comprise a nonwoven fabric produced by interlacing toaether the absorhpnt fih„r 

Z^SSST 0 ^ T eX,erbr Shee,S ^ COmP ° Sed °' 3 fiber - interbced nonwTen ?a £22 £ 
^venfabrc) the s^ceofthe wip.ng sheet can be appropriately fluffed. When the wi^ 

or such a state that the w,p,ng sheet is impregnated with water, therefore, the fiber on the sheet surface canTeS 

2 0 2 of ? h ? ^ ™ ,he ,en9tn 01 ,he "on-interlaced area, is 0.5 mm or more to 

2.0 mm or less, the surface of the exterior sheets can be appropriately fluffed 

h„h AS h h ! ab ! 0rbe ?.l. fiber (Wa,8r re,en,iVe fib9r) ' ,or exam P |e ' use is ™>de of rayon fiber or cellulose fiber As the 
ny^and^ 

Additionally, a sweat-absorbing synthetic fiber can be contained at least in the surface layer of the exterior sheets 
Th sweat-absorbing synthetic fiber (hydrophilic fiber) includes sweat-absorbing PP, PE and PET wJfcSp^duced 

ITS?* ^ 

fiber. The extenor sheets formed of such sweat-absorbing PP and the like are so hydrophilic that the sheets am w^r 
permeable or can retain water. Therefore, the slip properties of the sheet surface can be mSSm^^Z 
thermore, the absorbency and water re.entMty of the resulting wiping sheet also can be enhanced 

, hQ h f T , 8nd thS abS ° rbent C ° re are bonded ,0 9 e,her °" a P' urali, y <* lines elongating along 

OZSSl perp T d ? ,a ?' he direCti0n in *** most of fibers « oriented in the exterior sheets. OnTSino 

lnn JT^ P ! Ch k' ,h ! b ??f 9 ' ineS iS Pref9rably Sh0rt9r than ,he fiber lena1h of the ext ^tor sheets. Because the fiber 
2 mfh h ^ l ° f in aCC ° fdanCe Wi,h ,hS present inven,ion fe about ^ mm to 60 mm, preferabT 

Z^IXS^ T 18 5 mm ° f m ° re '° 30 mm ° f leSS " Thr ° U9h SUch ,orma,ion of the b0 "*9 lines ,«2 
fluffiness of the fiber can be prevented on the exterior sheets working as wiping surfaces- the surface strength of th! 
wip,ng sheet can be elevated and the resulting sheet turns durable of repeated wiping works * 

Preferably, the basis weight of the exterior sheets is 25 g/m2 or more to 55 g/ m 2 or less- and the basis weioht of 
the absorbent core b 25 g/m^ or more to 60 ^ or less. In this case, the basis weigh, o, ,he entire wtp 'g sheet 1 
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about 75 g/m* or more to 170 g/m* or less, so that the wiping sheet has appropriate flexibility and a higher bendinq 
resistance. y 

Additionally, at least one of the exterior sheets preferably is crepe processed preliminarily If the sheets are pre- 
liminarily crepe processed, the wrinkles on the sheet surface can readily remove stain. Particularly when the wiping 
sheet is wet, this can be more effective to remove fixed stain. The process of crepe processing comprises winding a 
nonwoven fabric composing the exterior sheets over a roll, applying a blade onto the nonwoven fabric, and leading 
the nonwoven fabric at a lead-in rate slower than the lead-out rate of the roll. 

The wiping sheet may be held with hands for use or attached to a commercially available cleaning kit (wiping 
holder) for use. From the respect of the attachment onto a wiping holder, preferably, the areas on both the sides of the 
wiping sheet to be held on a wiping holder should be processed so flexible by emboss processing and the like as to 
give a lower bending resistance to the areas on both the sides than the bending resistance at the central area of the 
wiping sheet. The areas on both the sides of the wiping sheet are readily attached to the wiping holder because of 
such process of giving flexibility. Thus, the wiping sheet is prevented from falling out of the wiping holder readily. In 
other words, the wiping sheet has a higher bending resistance as a whole and is thus readily attached to the wioina 
is holder. K a 

Embodiments of the invention are described below with reference to the accompanying drawings, in which: 

Fig. 1 (A) is a plane view of the wiping sheet of the present invention, as viewed from the side of the top sheet; Fig 
1 (B) is a partial enlarged plane view of Fig. 1 (A); 
20 Fig. 2 is a cross sectional view of Fig.1 along line II - II; 

Fig. 3 is a cross sectional view of another embodiment of the wiping sheet of the present invention; 

Fig. 4 is a plane view of another embodiment of the wiping sheet of the present invention, as depicted from top; and 

Fig. 5 is an explanatory view for use of the wiping sheet of the present invention. 

25 The present invention will now be described in the following examples with reference to drawings. 

Fig. 1(A) is a plane view of the wiping sheet of the present invention, as depicted from the side of the exterior 
sheet. Fig. 1(B) is a partial enlarged plane view of Fig. 1(A). In Fig. 1(A), the Y direction is a machine direction (MD) 
along which a web is led out during sheet formation; the X direction is a cross direction (CD) perpendicular to the Y 
direction. The directions of fibers are oriented randomly along the X and Y directions; for example, relatively more 

30 fibers are oriented along the Y direction (MD). 

In accordance with the present invention, for examnlA tha 
and y2 in parallel with the Y direction, and then, the sheet is additionally folded into halves along a folding line V in 
parallel with the X direction. A plurality of such wiping sheets are then packaged in a packaging container and the like 
for goods on the market. 

35 Fig. 2 is a cross sectional view along line II - II of Fig. 1(A). As shown in Fig. 2, the wiping sheet 1 of the present 

invention is of a tnlayer structure of three sheets in lamination, the sheets being top sheet 3, absorbent core 4 and 
bottom sheet 5 from the top. The top sheet 3 and bottom sheet 5 are exterior sheets. Each of the top sheet 3, absorbent 
sheet 4 and bottom sheet 5 comprise a nonwoven fabric formed from an absorbent fiber (water retentive fiber) and a 
hydrophobic fiber (thermoplastic hydrophobic synthetic fiber). 

As the absorbent fiber, use is made of for example a rayon fiber or a cellulose fiber, but any fibers with water 
retentivity and absorbency can be used, with no specific limitation. As the hydrophobic fiber, use is made of polypro- 
pylene (PP), polyethylene (PE), polyethylene terephthalate (PET), nylon and acrylic fibers, preferably a thermoplastic 
hydrophobic synthetic fiber. 

The top sheet 3 and bottom sheet 5 contain the absorbent fiber at 30 % by weight or more to 70 % by weight or 
less; and the hydrophobic fiber at 30 % by weight or more to 70 % by weight or less. Each of the top sheet 3 and bottom 
sheet 5 comprise a nonwoven fabric (spunlace fabric) produced by interlacing together these fibers. The spunlace 
fabric is produced by forming a fiber web with a card machine and then applying water jet to the fiber web thereby 
partially interlacing together fibers in the fiber web. Because the fibers tend to fluff in non-interlaced fiber areas, such 
fluffed fibers can tangle and remove fine dust. Thus, the resulting wiping sheet has a surface suitable for wiping off 
stain and dust. If too much fibers are fluffed, alternatively, the strength of the resulting wiping sheet is deteriorated 
while causing dust to generate therein. So as to make the surfaces of the top sheet and the bottom sheet fluffed 
appropriately, the interval between the interlaced areas in the direction perpendicular to the direction in which most of 
fibers are oriented, namely the length of the non-interlaced area, is preferably 0.5 mm or more to 2.0 mm or less. The 
top sheet 3 and the bottom sheet 5 may be of absolutely the same composition, but the contents of the absorbent fiber 
55 and the hydrophobic fiber may vary. 

The absorbent core 4 preferably comprises an air through bond nonwoven fabric, produced by thermally bonding 
together a fiber web. The fiber web contains the absorbent fiber at 20 % by weight or more to 80 % by weight or less 
and the hydrophobic fiber at 20 % by weight or more to 80 % by weight or less. Because the air through bond nonwoven 
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fabric is produced by bonding together its fibers therein, the nonwoven fabric has a greater bending resistance than 
that of the spunlace fabric. Therefore, the resulting wiping sheet 1 can procure the bending resistance owing to the 
aDsorDent core. 

The basis weights of the top sheet 3 and the bottom sheet 5 are individually 25 g/m2 or more to 55 q/rr>2 or less- 
and the basis weight of the absorbent core 4 is 25 g/m^ or more to 60 g/m* or less. Therefore, the total basis weight' 

L h Z' P,n H hI V S .f 1 5 ^ ° r m ° re ,0 170 9/(7,2 ° r l6SS - Accordi "9ly. the resulting wiping sheet 1 is wholly 
so bulky and readily held w.th hands. If the basis weight of the absorbent core 4 is within the range described above 
he whole wiping sheet 1 can get a sufficiently high bending resistance and can therefore have a water relents function' 
If the basis weights of the top sheet 3 and the bottom sheet 5 both as the exterior sheets individually are wfthin the 
range described above, the sheet surface of the resulting wiping sheet 1 can absorb wet stain for use in a dry state- 
tor use being impregnated with water, the exterior sheets can retain an appropriate water retentive function and can 
also seive to prevent water which is absorbed in the absorbent core 4 from oozing over the sheet surface rapidly. 

The top sheet 3 and the bottom sheet 5 are overlaid on both the faces of the absorbent core 4, and the resulting 
tn layer sheet ,s interposed between a heat emboss roll with wave emboss formed on the surface and a heat roll with 
a flat surface or between two heat emboss rolls, so that the trilayer sheet are pressurized and heated at the emboss 
process, whereby the thermoplastic hydrophobic fiber, which is contained in the top sheet 3, absorbent core 4 and 
bottom sheet 5. is thermally melt so that the trilayer sheet is thermally bonded together to form bonding lines 2 As 
shown in FigsJ (A) and 1 (B), the bonding lines 2 are formed in a wave form, elongating atong the X direction perpen- 
dicular to the Y direction (MO) where the fibers are mainly oriented. 

The fiber lengths of the absorbent fiber and the hydrophobic fiber used in the top sheet 3, absorbent core 4 and 
bottom sheet 5 are about 30 mm toabout 60 mm. The term "fiber length" means the substantial fiber length (on average) 
in the nonwoven fabric. For example, if the nonwoven fabric includes fibers in a crimped state, the fiber length should 
be determined induding the length in a crimped state. The bonding lines 2 have a pitch "p" in the Y direction which is 
shorter than the fiber length. The pitch "p" of the bonding lines 2 is preferabfy 5 mm or more to 30 mm or less If the 
bonding lines 2 are formed at the pitch "p", excessive fluffiness and drop-out of the fiber from the sheet surface can 
De prevented. 

The form of the bonding lines 2 is not limited to the wave form as shown in Fig. 1 , but includes saw tooth forms 
and .near forms. Nevertheless, bonding lines of wave forms or saw tooth forms can effectively exert the wiping effect 
in all the directions. As shown in Fig. 2, more spectfically, the trilayer sheet is recessed under pressure at the bonding 
mes 2. Hence, the resulting trilayer sheet protrudes at boundaries between the bonding lines 2 and not-bonded areas 
to form protrusions M, and in the areas of the protrusions M, the wiping sheet can exert the effect of removing stain' 
If the bonding lines 2 are of a wave form or a saw tooth form, the protrusions M can be formed to direct toward any 

the'dlrections ° n l ° X ^ Y direCti ° nS ' ThUS ' ^ *** ^ be by ,he P ratrusions M any of 

Means for bonding together the top sheet 3, absorbent core 4 and bottom sheet 5 is not limited to the hot melt 
bonding as descnbed above; an adhesive such as hot melt adhesive may be coated on the faces of the absorbent 
core 4 opposing to the top sheet 3 and the bottom sheet 5, or on the faces of the top sheet 3 and the bottom sheet 5 
opposing to the absorbent core 4, while pressing the adhesive coated areas by means of an emboss roll and forming 
then bonding lines 2 through the adhesion. 9 
Because the wiping sheet of the present invention contains the absorbent fiber in each of the top sheet, the bottom 

Sl^STLT' l h VT 9 sheet can absorb wa,er during dry wiping - * p fesettin 9 ,he ««■•"•» °» the 

absorbent fiber and the hydrophobic fiber contained in the top sheet 3 and the bottom sheet 5 to the aforementioned 
va ues, the water absorbency of the top sheet 3 and the bottom sheet 5 can be enhanced during dry wiping If impreg- 
nated wrth water or l.quid chemicals, the wiping sheet can have such good water retentivity that the wiping sheet also 
can be used for wet wiping. In this case, because the absorbent fiber can serve to retain water and the hydrophobic 
fiber can prevent outward water permeation, rapid flow of water over the sheet surface can be prevented so that the 
wiping sheet can serve to wipe a large area in a wet state with no exception. Because the top sheet 3 and the bottom 
sheet 5 working as wiping area contain the hydrophobic fiber, additionally, these sheets can smoothly slip on tables or 
floors during both dry wiping and wet wiping, so that the wiping work can be readily performed 

When the absorbent core 4 contains the hydrophobic fiber in above mentioned range and its air through bond 
nonwoven fabric is composed of the thermally bonded thermoplastic hydrophobic fibers, the bending resistance of the 
absorbent core 4 ,s enhanced, so that the bending resistance of the trilayer sheet is also enhanced as a whole Because 
the bonding lines 2 are formed at an appropriate pitch "p", furthermore, the bending resistance of the trilayer sheet can 
be enhanced due to the presence of the bonding lines 2. Thus, the wiping sheet can readily be extended due to the 
own bending resistance, after the wiping sheet is rinsed in water and squeezed 

The top sheet 3 and the bottom sheet 5 may be of a lamination structure as shown in Fig 3 Fig 3 is a cross 
sectorial I v ew of another embodiment of the wiping sheet shown in Fig. 2, depicting the state of the trilayer sheet prior 
to bonded together on bonding lines 2. p 
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In the wiping sheet shown in Fig. 3, the exterior sheets, namely the top sheet 7 and the bottom sheet 8 are 
independently of a bilayer structure of surface layers 7a, 8a and back layers 7b, 8b. Such sheets can be produced by 
forming fiber webs of the bilayer structure of the surface layer and the back layer, and by subsequently interlacing 
together fibers into a spunlace nonwoven fabric. Alternatively, the surface layer and the back layer are separately 
formed, followed by hot melting or adhesive bonding. 

Like the top sheet and the bottom sheet as described in Fig. 2, the surface layers 7a, 8a are formed from an 
absorbent and water-retentive fiber such as rayon fiber and a hydrophobic synthetic fiber such as polypropylene pol- 
yethylene, nylon and acrylic fiber. The contents of the individual fibers in the surface layers 7a, 8a are preferably as 
follows; the absorbent fiber such as rayon is at a content of 0 % by weight or more to 70 % by weight or less and the 
hydrophobic fiber is at a content of 30 % by weight or more to 100 % by weight or less. The back layers 7b 8b are 
primarily formed from an absorbent fiber such as rayon fiber. Preferably, the content of the absorbent fiber in the back 
layer is higher than that in the surface layer. For example, the contents of the absorbent fiber and the hydrophobic fiber 
in the back layer are preferably about 70 % by weight and about 30 % by weight. Because the back layer contains the 
absorbent fiber at such a high content as described above, the back layers 7b, 8b are highly absorbent When wet 
stain is to be wiped off by means of the resulting wiping sheet, the water passing through the surface layers 7a 8a is 
absorbed into the back layers 7b, 8b, in a secure manner. Because water is absorbed in the back layers 7b 8b as 
described above, the content of the hydrophobic fiber in the surface layers 7a, 8a can be elevated, whereby the water 
absorbency and water retentivity of the whole wiping sheet are enhanced. Addrtionally, the slip properties of the surfaces 
of the top sheet and the bottom sheet can be elevated further. 

Preferably, in the top sheet 7 and the bottom sheet 8, the total content of the absorbent fiber is 35 % by weight or 
more to 70 % by weight or less; and the total content of the hydrophobic fibers therein is 30 % by weiqht or more to 
65 % by weight or less. 

The basis weights of the top sheet 7 and the bottom sheet 8 are about 25 g/m2 or more to 55 g/m2 or less like 
the top sheet and the bottom sheet as shown in Fig. 2, and the basis weight of the surface layer to the basis weight of 
the back layer is about 1:1. Thus, the total basis weight of the wiping sheet is about 75 g/m2 or more to 170 g/m2 or 
less. At such basis weight, the flexibility of the wiping sheet is appropriate and the bending resistance thereof is ex- 
cellent. Therefore, such wiping sheet can endure repeated use. 

The absorbent core 4 is interposed between the top sheet 7 and the bottom sheet 8, which are then bonded 
together by the same bonding method as described above, to prepare the wiping sheet shown in Fig 1 

As the hydrophobic fiber to be used in the top sheets 3, 7 and the bottom sheets 5, 8, particularly the hydrophobic 

fiber to be used in the surface lavers 7a. 8a, USG is marift nf hvHrnnhil 
... ' — ■•/ — r ** U| -"wrfluguiuniy nucio suuil aS sweat- 

absorbing polypropylene (PP), sweat-absorbing polyethylene (PE) and sweat-absorbing polyethylene terephthalate 
(PET), whereby the water permeation and water retentivity of each sheet can be enhanced. The sweat-absorbing PR 
sweat-absorbing PE and sweat-absorbing PET are produced by coating hydrophilic surfactants on the PP PE and 
PET fibers or kneading the surfactants into these fibers, whereby these fibers can procure such a property that water 
may readily adhere to these fibers. Because nonwoven fabrics containing such sweat-absorbing PP and sweat-ab- 
sorbing PET have slip properties and water retentivity, the surface slip properties of the top sheet and the bottom sheet 
can be enhanced and the whole wiping sheet can get higher water retentivity. As such sweat-absorbing PET, for ex- 
ample, a fiber under a trade name of "K07" manufactured by Toyobo Co., Ltd can be used. 

In each sheet comprising such a trilayer structure, two types or more of absorbent fibers may satisfactorily be used 
and two types or more of hydrophobic fibers may satisfactorily be used as well. 

Additionally, the top sheet and the bottom sheet may be flat, but these sheets may be crepe processed, satisfac- 
torily. If crepe processed, these sheets can scrub off stain at the protruded parts between wrinkles The process of 
crepe processing comprises winding a nonwoven fabric composing the top sheet and the bottom sheet over a roll 
attaching a blade to the nonwoven fabric, and winding in the nonwoven fabric at a lead-in rate slower than a lead-out 
rate of the roll. 

The wiping sheet 1 is put to use, while being held directly with hands or being attached to a commercially available 
wiping holder H as shown in Fig. 5. When the wiping sheet is to be used after attached to the wiping holder H region 
la indicated by hatching in Fig. 4 is preferably emboss processed to be flexible. If the region la is processed as flexible 
the whole wiping sheet 1 is readily attached at the flexible part to the wiping holder H and is scarcely dropped out 
therefrom, even if the wiping sheet 1 is so bulky and has a high bending resistance as a whole. 

In the wiping sheet 1 shown in Fig. 4, emboss is processed in zones on both the sides in the X direction thereof 
to form flexible regions la. For use on a general commercially available cleaning kit (wiping holder), the emboss proc- 
essed regions la may be formed in zones apart by 80 mm to both sides from the center line 01 , which is extending in 
the Y direction, and apart by 50 mm to both sides from the center line 02, which is extending in the X direction each 
of the zones being at the length of 60 mm in the Y direction. In such wiping sheet with emboss processed only in the 
zones to be attached to the cleaning kit, the flexible regions la work as a marker so as to attach the wiping sheet to 
the cleaning kit, so that the wiping sheet is readily attached to the wiping holder. Altanatively, the flexible regions la 
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SySSS ° n b ° ,h Sid6S °' WiPi " 9 Shee ' 1 m X difeC,ton 00 ,hS ° Vera " ,en9,h 0f ,he wi P in 9 she * i" 
The wiping sheet is for home use so as to clean floors and so on, in a dry state or a wet state impregnated with 
quid chemicals or water. Because the top sheet and the bottom sheet are slippery, then, the wiphZ^SSJ 
s lactates cleaning works without excessive force. Because the fibers of the top sheet and the ZZ shJe, a2 
inthenon^terlacedareasofthenonwovenfabrfccomposedofinterlacedfibersthefluffyfibe^ 

3kT2? 'T 9 T, d Wi,h " qUid ChemiCa ' S ° r Wa,er ' 106 ,Q P sheet ' tne Absorbent core and the bottom shlet 
to !2f r^l !' n ,he " qUldl 80 that ,ne Wiping sheet can retain ,he wet ^ate for a long term to wipe off a llae 

toex^^ 
is EXAMPLE 
Example 1 



20 



wioinn ' ' ^ r^c? W ' Pin9 Sh6e,S ° f Examp ' eS A ' B ' C ' D and E shown in Tabl ° 1 prepared like the 

E aTd F wetpTepared C ° mPafiSOn * "* EXamP ' eS ' """^ ^ °' E * amp ' eS ^ D 

Table 1 
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The compositions of the raw materials in the top sheets, the absorbent cores and the bottom sheets in the Examples 
A, B, C, D and E and the Comparative Examples A, B, C, D, E and F were as follows; the absorbent fiber was a rayon 
fiber of 1 .5 denier and a 44-mm fiber length (if the fiber is crimped, the fiber length is determined by the crimped fiber 
length; the same is true hereinbelow) which is manufactured by Toho Rayon, Co., Ltd.; and the hydrophobic fiber was 
polyethylene terephthalate (PET) of a melting point as low as 130 °C, 2.0 denier and a 51 -mm fiber length, or PET of 
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10 



15 



20 



1 4 denier and a 44-mm fiber length, which were manufactured by Toyobo Co Ltd The pft with th. . 
point was used at 20 % by weight in the hydrophobic fiber while the PET of 1 4 del^nH !I , k 7 

r«n 9 sheel was led -S^'^SSSrS^V " " *"* * 



Test 1. Slip properties (wiping load) 
25 M 



Test 2. Wiping area 



impregnate the sheets with water. 9 * S dry sheet we, 9 ht - so as ,0 

2 3 Th h e e nTh i p n L S H ee,S """T '° 3 ""^"V avai ' a "'e holder for flooring wipers 

who,^^^^ 

detrrs^^^^ 

Test 3. Bending resistance 

•kng*. toward ft. sM „g £ CCKTd^ tZZZ *° T" *"*" <* * * ne " m *' 
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impregnated with water. 

The results of Tests 1 , 2 and 3 are shown in Table 2. 

In Test 1 , a smaller load indicates better slip properties. The load dimension was then marked as O, A and x in 
Table 2. In Test 1 to measure the slip properties of sheets (wiping load), when a sheet began to slide at a load below 
0.3 kg, the load was marked as O; the load of 0.31 kg or more to 0.5 kg or less was marked as A; and the load above 
0.51 kg was marked as x. 

In Test 2 of wiping area, additionally, higher water retentivity can be procured at a larger total wiping area when 
the sheet weight is decreased by 1.0 g/time. The total wiping area was evaluated as O, A and x in the decreasing 
order. In Table 2, a wiping area above 10.0 m 2 was marked as O; a wiping area of 8.0 m 2 or more to 9.9 m 2 or less 
was marked as A; and a wiping area below 7.9 m 2 was marked as x. 

At Test 3 of the bending resistance, a longer slide distance of a test piece, when the top of the test piece reached 
the slanting face of the scaling device, means higher bending resistance. Thus, the slide distance of a test piece was 
marked as O, A and x. In Table 2, the bending resistance (mm/25 mm) of a dry test piece along MD/CD being above 
120/80 was marked as O; the bending resistance of 110 to 119/70 to 79 was marked as A; and the bending resistance 
below 99/69 was marked as x. The bending resistance (mm/25 mm) of a wet test piece along MD/CD being above 
100/70 was marked as O; the bending resistance of 90 to 99/60 to 69 was marked as A; and the bending resistance 
below 89/59 was marked as X. Specifically, the preferable range of the bending resistance of the wiping sheet of the 
present invention is above 70 mm/25 mm in a dry state (mark A), more preferably above 80 mm/25 mm in a dry state 
(mark O). The bending resistance of a wet test piece containing water of 4-fold the weight in a dry state was preferably 
above 60 mm/25 mm (mark A) and more preferably above 70 mm/25 mm (mark O) 
Table 2 
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Test results of Example 1 
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0™^?°™ ^ Tab ' 9 *' ^l^ 9 She6,S ° f Exampl6S A ' B ' C ' D and E were exce "*nt from all the respects of slip 
properties, wiping area, and bending resistance. "*» P ecis 01 sup 

On the contrary, the wiping sheet of Comparative Example A was at rayon contents as hioh as nn ■>/ in th» ,~ 
sheet and the bottom sheet, so that the sheet had poor slip properties 9 ,he '° P 

The wipmg sheet of Comparative Example B was at rayon contents as low as 1 0 % in the too sheet and th* hntt™ 

ttlTnn a ' C0 ? m 1 Hydr ° Ph0biC fib6r b6in9 90 % b * wei 9 ht Th ° re **° ■» • vTgcS 
the wiping area was less. In other words, the water retentivity was poor. 9 

nd JJlh °? ,raSt K t0 ! he K W ' Pin9 Sh9el ° f Com P arative Exam P'° E. the wiping sheet of the Comparative Example F com 
sheet had not good slip properties, atthough the wiping area was enlarged owing to the high waterTe enS and ll 



Conclusion 



The results of the tests indicate that, in the sheet of a trilayer structure of the top sheet, the absorbent core and 
the bottom sheet shown in Fig.2, the rayon contents in the top sheet and the bottom sheet a e preteS £Z 30 * 
by weight or more to 70%by weight or less andthe content of the hydrophobic fiber isprefe^Sl?^^ 

h°vdTh r? ^ Wei9W K 0r ,SSS 38 We ' L BeCaUSS ,he Water re,entiv ^ ° f the absoTm o e si g y l£t 
Sen, £1 ,S T ,haabSOrbent core P^ly contain the absorbent fiber such as rayonZ a. some 
extent So as to give the sufficient bending resistance to the resulting sheet, furthermore the basis wefohTof ,h! 

d z s core . is preferabiy 25 ** ° r more ,o 60 «* ° r ,ess - The ^ "S^^sjis 

of the trilayer structure is preferably about 75 g/rtf or more to 1 60 g/m* or less. 
Example 2 

A wiping sheet of the structure shown in Fig.3 was produced in Example 2. More specifically there was eroduced 
a wiping sheet composed of a top sheet and a bottom sheet, each of sheets being of a EE? t^SSK 

in r ? 3 ^ byer F ° r C ° mpariSOn With the shee,s of the E * a ^ a, b, c, d anSTSSTXi 

in Comparative Examples a, b,c and d were produced 

e anoTn ST C^tSf^ ^ ''J 3 * ^ ^ and ,he ^ sheet in th * Samples a, b, c, d and 

Lw" STS? » P * 3 ' b ' ° and d Wefe 38 ,0ll0ws; a ^ fiber of 1-5 denier and a 44 mm lenmh 

ttsts (pet) ? rr 9 poim as ,ow as 130 ° c ' 20 denier a «™ ssessj 

tactured by Toyobo, Co., Ltd.) or sweat-absorbing PET of 1 .5 denier and a 44-mm fiber lenofh , ,„Ho, t Lt 
manufactured by Toyobo, Co., Ltd.). In the surface .ayers of the top sherttnd th ££ST ^SSSS 
S: US S ,bG hydr ° ph0bic fiber ' wbile °"'y PE T with such low metting point was used in KSS5?32 

ZttZZZSJT- ,n ,he absorbem core - ,urthermore ' use was made - « he PET - ^«!S 

water%t th to?fiter a irj he h b f t ° m * n ° nW ° Ven ,abric was used ' "*«* was P"*»* by applying 

water jet to a fiber web of a b.layer structure formed from these raw material fibers to interlace thereby thaE 
together. As the absorbent core, furthermore, an air through bond nonwoven fabric was used \^>ZTZ£l 5? 
bonding .together the fiber web formed from the raw ma«e?ia, fibers JZtS^tC" * 

the fT"* C ° r r 8rP0Sed b6tWeen ,he t0p Shee ' and me boisbea » SSid together by 

ExampTe t WP ' n9 °' EXamP ' 6 1 ' ^ ' hapa and P ' tCh °» ,he bondir1 9 "'"<* *. same as h 



Example 1 . 
Table 3 
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sheets shown in Table 3 were subjected to the same tests as those for the sheets of Example 1 , namely Test 
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1 (slip properties), Test 2 (wiping area) and Test 3 (bending resistance). The test methods and conditions therefor were 
totally the same. 

The results of these three Tests 1 , 2 and 3 are shown in the following Table 4. The method of evaluating the results 
in Tests 1 , 2 and 3 was the same as in Example 1 . 
Table 4 
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The results of the tests shown in Table 4 indicate that the wiping sheets of Examples a, b, c, d and e 
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preferable in terms of all of slip properties, wiping area and bending resistance in dry and wet states 

of .hSrf Ve,y ' ,he ,r' Pin9 She6,S °' Com P ara,ive Exam P ,es a and b were poor in terms of slip properties, because 
of the r h,gher jayon fiber contents in the surface layers. The wiping sheet of Compare Example c with a total basis 
we,gh, as small as 60 g/m* (a basis weigh, of 20 g/m* in each of the top sheet and the absorbent core and the o„om 

To/XT^nl , r P f rat r 6 W " h 3 ,0 ' al basiS wei9ht as la ' 9e as 180 < a basis J!£5 

c s ™h e absorbem core and ,he ^ sheei) - had not so - siide propLs - 

10 Conclusion 

In the wiping sheet of Example 2 in accordance with the present invention, accordingly, the rayon content in the 
surface .ayers ,n the top sheet and the bottom sheet is preferably 0 % by weigh, or more o 70 % b ^ we g "o less 

£ZSLT* hh ,he ; yd , r0Ph h ° biC fib6r " Pre,6rably 30 % b * wei9hl ° r ™ e *> % ^ weigh. Tless Je 
Examples a and b, .n particular, the content of the hydrophobe fiber is preferably 70 % by weight or more Preferablv 

of the hydrophobe fiber ,s about 30 % by weight. Therefore, preferably, the total rayon content in he top sheeTand 
the bottom she^ 

1 llZT ToTTT 65 % ^ Wei9ht % ,6SS - The baSiS Wei9ht 0f each °' ,he to P sheet and the bottom sheeUs 

;?r «x^oTs o 50 ^ or ,ess; and ,he basis wei9ht * ,he «" iS ^ ^ 
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Example 3 



as shown^F in 2 h h I ' structure composed of a top sheet, an absorbent core and a bottom sheet 

ThfriT r 3 P Q C6d ' Where ' n 9mb0SS " BB f0rmed on both tne sides 01 the wiping sheet in the X direction 
2UTS^ 9 I P and Y ^ Vari ° US 6mb0SS Pattems - ln ,he Exam P' e «• emb ^ of a do. pattTn was 
F*2l K W ' P,n ? T °' thG EXamP ' 9 P " emb ° SS °' a hexa 9° n P attem was <°™ d - 0" the wiping Set of me 
Example y, emboss of a dot pattern was formed and the emboss had openings. For comparison with these Examples 

Examp.e. Y ' ' W ' P ' n9 "° ^ 83 ^ h * ' W3S pr0duced and used as 

ho,. n L i ke h he , EXa ^ leS 1 3nd 2 ' ,h6 com P° sit '' ons <* th e raw materials in the top sheets, the absorbent cores and the 
2?22T ' n f K WP 7, Sh c e f °' EXamP ' eS * P 3nd Y3nd the Com P a ^e Example are as follows; the absorbent 
ET Tk ?! flb8r °' 15 den ' er and 3 51 - mm ,iber len 9 ,h (manufactured by Toho Rayon, Co Ltd ) and The 
!£E2Ti r. ^T^" 8 ,erePh,halate (PET) °' 3 mettin9 P° int as low « 130 "C. 2.0 denier and a 51 mm 
Toyobo ^S. ( Ltd) Ltd) ^ ° f 14 d3nier ^ 3 4 *™ m Nb9r ,en9th ( ma ^' a «ured by 

fn^wLT °' 'I 16 ? ?u ee ' a " d ,h8 b ° tt0rn Sheet ' Use Was made of a s P un,ace nonwoven fabric produced from the 
ofiowmg raw mater.a.s; he rayon fiber and the PET of the low melting point and PET of 1 .4 denier and a 44-mTfioer 

Sfibe^^ 

Si ste^as 45 ^ bW me ' t,n9 m ^ Wei9M °' ^ * tHe tOP ,he ab « - a " d 
After interposing the absorbent core between the top sheet and the bottom sheet, the sheet of a trilayer structure 
was heat sealed by absolutely the same method as in Examples 1 and 2 

rtJUZ! J 8 3id8S ,°/ T h °' ,h6 WipinQ SheS,S °' 8UCh ,rilayer struc,ure thus P roduced were embossed in the X 
direct™. By us.ng the known steal match emboss, the wiping sheets of Examples a and p were embossed without 

C °f H?" 3 ° f f an 8mb03S Pr8SSUre ° f 50 k9/Cm2 and an emboss ra,e of 2 0 nvmin. ConsequenThy an 

nriS! 6 /^ Pf0t u d8d St8a ' ma ' Ch 6mb0SS ' ,he ^P" 19 sheet of Example y was embossed at an emboss 
pressure of 2 kg/cm*, an emboss rate of 5 m/min and a temperature of 80 »C. Consequently a wipinq sheet of^n 
emboss pattern with openings in a dot pattern was produced V ' P 9 " 

As Comparative Examples, the wiping sheets of Examples «, (3 and y without emboss processing were used 
The bending resistances were measured as described in Test 3 about Examples a B and v and Comoarafi™ 
* Examples. Additionally, the following Test 4 was performed. V Com P ara,lve 
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Test 4 Pulling strength from wiping holder 



4-1 . The ends of the wiping sheets of Examples a, p and yand Comparative Examples were inserted and attached 
into an insert portion B h B of a commercially available wiping holder shown in Fig. 5. 

4-2. A clip with a string was attached to the other remaining free end of the wiping sheets attached to the wiping 
holder. 4-3. Pulling the string on the clip, the wiping sheets were drawn out from the wiping holder. 
4-4. Just when the wiping sheets were drawn out, the pulling strength (g) was measured. 

The face of the wiping sheet in contact with the roller with protrusions (embossed face) at the process of emboss 
processing was defined as a surface; and the other face of the wiping sheet on the back side of the surface was defined 
as a back face. The pulling strength, when the wiping sheet was attached to the wiping holder with its surface directed 
outside, was defined as the pulling strength of the surface. The pulling strength, when the wiping sheet was attached 
to the wiping holder with its back face directed outside, was defined as the pulling strength of the back face The results 
of Tests 3 and 4 are shown in the following Table 5. 
Table 5 
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Table 5 indicates that the bending resistance of the wiping sheets of Examples and Comparative Examples were 
not so different from each other. 

However, compared with Examples a, p and y, the pulling strength was lower in the sheets of the Comparative 
Examples. 
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Conclusion 

By forming emboss on a wiping sheet in zones to be attached to a wiping holder thereby and giving flexibility to 
the wiping sheet, the wiping sheet is readily attached to the wiping holder and the attached wiping sheet is hardly 
dropped out. 

As has been described above in detail, the wiping sheet of the present invention exerts good slip properties, an 
excellent absorbency and a water retentivity, and therefore, the wiping sheet of the present invention can be used for 
both dry and wet wiping. The wiping sheet is so strong that the wiping sheet is sufficiently durable of continuous use 
Because the wiping sheet is thick at some extent, the wiping sheet can readily be held with hands and can be recycled 
and used, after washing off dirty with water. Because the wiping sheet has a greater bending resistance owing to the 
presence of an absorbent core therein, the shape restoration of the wiping sheet is great, even after water rinsing and 
squeezing. 

By emboss processing both the sides of the wiping sheet to be flexible thereby, the wiping sheet can readily be 
attached to a cleaning kit (wiping holder) and is not readily dropped out of the holder. 



Claims 



1 . A wiping sheet comprising exterior sheets and an absorbent core interposed between said exterior sheets, wherein 
at least one of the exterior sheets is liquid permeable and the wiping sheet has a bending resistance of 70 mm or 
more in a dry state and a bending resistance of 60 mm or more in such a state that the wiping sheet contains 
water, whereby the weight of water is fourfold to the weight of the wiping sheet in the dry state, as measured by 
the cantilever method according to JIS/L1 096 using a test piece of the wiping sheet with a width dimension of 25 mm 

2. A wiping sheet according to claim 1 , wherein the absorbent core has a basis weight of 25 g/m 2 or more to 60 g/ 
m 2 or less and contains a hydrophobic fiber at 20 % by weight or more to 80 % by weight or less. 

3. A wiping sheet according to claim 2, wherein the hydrophobic fiber is a thermoplastic hydrophobic fiber and the 
absorbent core is a nonwoven fabric produced by thermally bonding together the thermoplastic hydrophobic fiber. 

4. A wiping sheet according to claim 3 S wherein said absorbent core is an air through bond nonwoven fabric produced 
by melting and bonding together the thermoplastic hydrophobic fiber in hot air. 

5. A wiping sheet according to claim 1 , wherein at least one of the exterior sheets has a basis weight of 25 g/m 2 or 
more to 55 g/m 2 or less and contains an absorbent fiber at 30 % by weight or more to 70 % by weight or less and 
a hydrophobic fiber at 30 % by weight or more to 70 % by weight or less. 

6. A wiping sheet according to claim 5, wherein the exterior sheets contain a hydrophilic fiber. 

7. A wiping sheet according to claim 1 , wherein at least one of the exterior sheets has a basis weight of 25 g/m 2 or 
more to 55 g/m 2 or less and the exterior sheets are of a bilayer structure composed of a surface layer and a back 
layer and the back layer contains more the absorbent fiber than the surface layer. 

8. A wiping sheet according to claim 7, wherein the surface layer contains the absorbent fiber at 0 % by weight or 
more to 70 % by weight or less and contains the hydrophobic fiber at 30 % by weight or more to 100 % by weight 
or less and wherein the surface layer and back layer together contain the absorbent fiber at 35 % by weight or 
more to 70 % by weight or less and the hydrophobic fiber at 30 % by weight or less to 65 % by weight or less. 

9. A wiping sheet according to claim 8, wherein the hydrophilic fiber is contained in the surface layer. 

10. A wiping sheet according to claim 5, wherein each of the exterior sheets is a nonwoven fabric produced by inter- 
lacing together the absorbent fiber and the hydrophobic fiber. 

11. A wiping sheet according to claim 10, wherein at least one of the exterior sheets is crepe processed. 

12. A wiping sheet according to claim 1 , wherein the exterior sheets and the absorbent core are bonded together on 
bonding lines formed across the direction in which more fibers are oriented in the exterior sheets. 
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13. A wiping sheet according to claim 12, wherein said bonding lines are formed by heating the exterior sheets and 
the absorbent core under pressure and melting and bonding together the thermoplastic fiber contained in the 
exterior sheets and the absorbent core. 

14. A wiping sheet according to claim 13, wherein said bonding lines are in a wave form or a saw tooth form. 

15. A wiping sheet according to claim 13, wherein the pitch of the aligned bonding lines is shorter than the length of 
the fiber composing the exterior sheets. 

16. A wiping sheet according to claim 15, wherein the length of the absorbent fiber contained in the exterior sheets is 
30 to 60 mm and the pitch of the aligned bonding lines is 5 to 30 mm. 

17. A wiping sheet according to claim 1, wherein the bending resistance of the areas on both the sides of the wiping 
sheet which are to be held on a wiping holder is lower than the bending resistance of the central area of the wiping 

18. A wiping sheet according to claim 17, wherein said areas to be held on the wiping holder are emboss processed 
so that the bending resistance of the areas is reduced. 
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